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GAS ANALYSIS

PART I



of concentrated sulphuric acid is poured upon the
mercury and from 25 to 50 g. of niercurous sulphate

is added.* In the
top of the separa-
tory funnel is placed
an ordinary funnel,
the stem of which is
drawn out to small
diameter and turned
upward. The mer-
cury to be purified
is poured into this
latter funnel and
flows slowly and in
the form of a fine
spray out of the end
of the stem. It is ,
freed from foreign
metals by the ac-
tion of the sulphuric
acid and rnercurous
sulphate, and is
thoroughly dried by
passing through the
concentrated acid,
so that pure and
dry mercury may at
any time be drawn
off from the sepa-
ratory funnel. In
starting the process,
impure mercury which may first have been put into the
funnel should, of course, be drawn off and run through

